Remarks 

This Preliminary Amendment cancels without prejudice original claims 1 to 13 in 
the imderlying PCT Application No. PCT/DE03/01014, and adds without prejudice new claims 14 
to 26. The new claims conform the claims to U.S. Patent and Trademark Office rules and do not 
add new matter to the application. 

In accordance with 37 C.F.R. § 1.125(b)(c), the Substitute Specification (including 
the Abstract, but without the claims) contains no new matter. The amendments reflected in the 
Substitute Specification (including Abstract) are to conform the Specification and Abstract to U.S. 
Patent and Trademark Office rules or to correct infomialities. As required by 37 C.F.R. § . 
1.121(b)(3)(ii) and §1.1 25(c), a Marked Up Version Of The Substitute Specification comparing 
the Specification of record and the Substitute Specification also accompanies this Preliminary 
Amendment. Approval and entry of the Substitute Specification (including Abstract) is 
respectfiiUy requested. 

The underlying PCT AppUcation No. PCT/DE03/01014 includes an International 
Search Report, dated July 3, 2003. The Search Report includes a list of documents that were 
uncovered in the underlying PCT Application. A copy of the Search Report accompanies this 
Preliminary Amendment. 

It is asserted that the subject matter of the present application is new, non-obvious, 
and usefiil. Prompt consideration and allowance of the application are respectfiiUy requested. 
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DEVICE AND METHOD FOR PRODUCING CHLORINE TRI FLUORIDE AND 
SYSTEM FOR ETCHING SEMICONDUCTOR SUBSTRATES USING THIS DEVICE 

Field of the Invention 

The present invention relates to a device and a method for | 
producing chlorine trifluoride and a system for etching 
semiconductor substrates, silicon wafers in particular, using 
this device according to the definition of the species in the 
independent claims. 

Backcrround Information Description of Related Art | 

It is known from ©E German Patent 199 19 469 Al or JP- or | 
Japanese Patent 20010684422 A that silicon is spontaneously | 
etched using gaseous chlorine trifluoride (CIF3) in that, 
subsequent to the absorption of this compound, fluoride 
radicals are released on a silicon surface, the fluoride 
radicals together with the silicon atoms of the accessible 
silicon surface reacting to spontaneously volatile silicon 
fluoride compounds. The etching rate increases with rising 
partial pressure of the CIF3 in this process and removal rates 
of some 10 /xm/min and more are possible at correspondingly 
high pressures and with a sufficient supply of material. 
However, this gas has the disadvantage that it is a very 
dangerous material, primarily when it is in liquefied form. 

The synthesis of CIF3 from CI2 and F2 is known from the 
"Textbook of Inorganic Chemistry" (Lehrbuch der Anorganischen 
Chemie) by Hof mann-Riidorf f , 21st edition, 1973, pages 259 et . 
sqq. At a temperature of 280**C, chlorine trifluoride is 
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generated from a mixture of CI2 and F2 with an excess of F2 . 
Chlorine monofluoride is formed in a first step, additional 
fluoride accumulating in a second step culminating in chlorine 
trifluoride. 

5 

The high reaction temperature and the low reaction rate are 
disadvantageous in this reaction. Therefore, only 
comparatively small quantities of CIF3 may be synthesized in 
this way and a substantial portion of the supplied original 
10 gases CI2 and F2 remains unused or was merely converted into 
interim products such as FCl . 

SUMMARY OF THE INVENTION 
I It is an The object of the pres e nt invention -i^ to provide a 
15 device and a method for generating chlorine trifluoride, as 
well as a system for etching semiconductor substrates using 
this device, in which chlorine trifluoride is used as etching 
gas, the method and the device allowing generation of chlorine 
trifluoride directly on site so that stockpiling of this 
20 material which is critical with respect to safety aspects, in 
particular in liquid form, may be avoided. 

I It should additionally be possible is a further object of the 
invention to generate the chlorine trifluoride from 
25 comparatively harmless or uncritical starting materials in an 
efficient and cost-effective manner in the exact quantity 
needed for etching . 

These and other objects of the invention are achieved bv a 
30 device for generating chlorine trifluoride using a plasma 

reactor (100) and plasma generating means (110. 120, 130, 150. 
155. 160. 170. 180) via which a high-density plasma (105) can 
be generated in the interior of the plasma reactor (100) . gas 
supply means (21. 25. 22. 26) being provided via which a first 
35 gas and a second gas can be supplied to the plasma reactor 
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(100) , these gases reactiriQ with one another under the 
influence of the high-density plasma (105) in the plasma 
reactor (100) , forming chlorine trifluoride, and a gas outlet 
(20) being provided via which the formed chlorine trifluoride 
5 can be removed from the plasma reactor (100) . 

BRIEF DESCRIPTION OF THE DRAWINGS 
The present invention will be described in greater detail with 
reference to the following drawings wherein; 

10 

Figure 1 shows a schematic sketch of a system for etching a 
semiconductor substrate including a device for generating 
chlorine trifluoride using inductive plasma excitation. 

15 Figure 2 shows a schematic sketch of an alternative system for 
etching a semiconductor substrate including a device for 
generating chlorine trifluoride. the plasma excitation taking 
place via microwaves, 

20 DETAILED DESCRIPTION OF THE INVENTION Advantages of the | 

Invention | 
The device according to the present invention has the 
advantage over the related art that chlorine trifluoride is 
now usable in CIF3 -based etching processes, in the etching of 

25 silicon substrates in particular, without the chlorine 

trifluoride having to be stockpiled. Moreover, the CIF3 is 
generated in a highly efficient plasma reaction in a 
high-density plasma and may therefore be supplied directly 
subsequent to its generation to a process chamber which is 

30 assigned to the plasma reactor and in which it acts upon the 
semiconductor substrate situated there. Furthermore, due to 
the efficient reaction, the CIF3 may be used in etching also 
with large gas flows of several 100 seem (seem = 1 em^ gas 
flow/minute under normal pressure) up to slm (slm = 1 dm^ gas 

35 flow/minute under normal pressure) , or it may be extracted 
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from the device according to the present invention for 
generating CIF3. 

Furthermore, it is advantageous that, using the method 
according to the present invention and with the aid of the 
device according to the present invention, the chlorine 
trifluoride is producible from uncritical and cost-efficient 
gases which are available with a high degree of purity and 
which are used as precursor gases during the manufacture of 
CIF3. Moreover, the device according to the present invention 
for generating chlorine trifluoride is easily implementable 
und reliably controllable using existing technology. In this 
respect, this device may be connected as a supplementary 
module upstream from any suitable etching chamber or existing 
vacuum system for etching semiconductor substrates, or it may 
be integrated as a supplementary component into a usual unit 
for supplying an etching chamber with process gases . 

Advantageous refinements of the present invention arise from 
the measures cited in the subclaims. 

It is particularly advantageous if the generation of the 
high-density plasma takes place in a reaction chamber 
inductively with the aid of a high-frequency excitation or via 
a microwave excitation using a hollow conductor and a 
magnetron. 

Drawing 

The present invention is explained in greater detail in the 
following description based on the drawing. — Figure 1 shows a 
s c h e matic sk e tch of a system for e tching a s e miconductor 
substrate includin g a d e vi c e for ge n e rating chloi - ine 
trifluoride using indu c tiv e plasma excitation, — and Fi g ure 2 
shows a schematic sketch of an alternative system for etching 
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a semicondu c tor substrate — including a device — for generating 
chlorine trifluoride^ — the plasma excitation taking place via 
microwaves . 

5 Exemplary Embodiments 

Figure 1 schematically shows a first exemplary embodiment for 
a device 6 for generating chlorine trifluoride (CIF3) upstream 
from a process chamber 10 in which a semiconductor substrate 
10 30, preferably a silicon wafer, is etched, the silicon wafer 

being provided with a masking and/or a structuring, if needed. 
Device 6, together with process chamber 10, with which it is 
connected via a gas outlet 20, and later explained attachment 
parts form an etching system 5 . 

15 

Core of device 6 is a plasma reactor 100 in the form of a 
reaction chamber. Using inductive high-frequency excitation or 
alternatively, according to Figure 2, microwave excitation, 
supplied gases, known as precursor gases, are broken up as 

2 0 largely as possible in this reaction chamber into radicals 
which, at a corresponding ratio of fluoride portion to 
chlorine portion, i.e., preferably at a gas flow of 3:1 of 
gases releasing the respective fluoride radicals or 
corresponding reactive species or chlorine radicals or 

25 corresponding reactive species, compound to form CIF3 and are 
subsequently supplied to process chamber 10. 

In a first variant one starts out from gases F2 and CI2 which 
are supplied to plasma reactor 100 via corresponding gas 
30 bottles 21, 25 for F2 and CI2 and mass flow regulator 22, 26 
downstream from gas bottles 21, 25. 

The reaction takes place according to: 
CI2 2 CI* and Fj 2 F* , F2* 
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The overall result of the reaction is the following: 
CI* + F*, F2, F2* CIF3 

Due to the high plasma excitation density, which is achievable 
5 in a small plasma volume using inductive high-frequency 

excitation or microwave excitation, i.e., generation of a 
high-density plasma 105 having a density of radicals or 
reactive species of at least 10^^ excited particles per cm^, in 
particular at least 10^^ excited particles per cm^, a virtually 
10 complete conversion of the precursor gases CI2 and F2 to CIF3 is 
achieved when the ratio of the gas flows from CI2 to F2 is set 
to a value of 1:3. 

However, fluoride is not an optimal precursor gas, since it is 
15 not available with high purity, has corrosive and highly toxic 
properties, and needs high dissociation energy for the 
splitting or the radical formation. 

In a second preferred variant, one starts out from precursor 
20 gases which, under plasma excitation, release fluoride 

radicals particularly efficiently and easily and at the same 
time in large quantities. The gases SFg or NF3 are preferred as 
alternatives to F2. 

25 Under plasma excitation, SFg releases on average two fluoride 
radicals and devolves into the stable SF4 . Recombination 
reactions of fluoride radicals generated via SF4, and therefore 
back reactions to a higher SF^ in the direction of the starting 
material SFg, thus the recapture of fluoride radicals already 

30 generated via SF4, are unlikely since SF4 is a stable final 

product and has only a comparably minor affinity with fluoride 
radicals. This property distinguishes SFg vis-a-vis other 
fluoride suppliers such as f luor (ohydro) carbons . 
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CIF3 is built up in plasma reactor 100 according to the 
reactions: 

SFg -> SF4 + 2 F* 
CI2 + F* GIF + CI* 
5 CIF + 2 F* ^ CIF3 

CI* + F2, F* CIF3 

The overall result of the reactions is the following: 

10 3 SFg + CI2 3 SF4 + 2 CIF3 

SFg and CI2 are supplied to plasma reactor 100 at a ratio of 
the gas flows SF6:Cl2of 3:1 in the sense of a stochiometric 
conversion to CIF3. 

15 

A certain difficulty in this reaction is represented by the 
fact that, in high-density plasma 105, SFg is partially also 
degraded to lower SF^, compositions (x = 0, 1, 2, 3) , in 
particular also to elementary sulfur, which, at the preferably 

2 0 as high as possible process pressures used in plasma reactor 
100 or process chamber 10, may result in accumulations or, 
also on semiconductor substrate 30, in undesirable effects 
masking an etching operation. In order to circumvent such 
sulfur depositions, it is favorable in part to additionally 

25 feed oxygen to plasma reactor 100 or alternatively firstly to 
process chamber 10. It must be taken into account here that, 
due to the extraordinarily high selectivity of the CIF3 etching 
reaction vis-a-vis SiOs, an oxygen addition during etching of 
silicon may result in activated oxygen molecules or oxygen 

30 radicals oxidizing the silicon surface and thus also masking 
the etching operation using CIF3. 

Particularly during etching of silicon wafers using CIF3, 
precursor gas SFg is not ideal since, in view of a high 
35 conversion efficiency to CIF3, very high excitation densities. 
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i.e., high plasma performance in a comparatively small volume, 
are sought and an added sulfur formation occurs particularly 
under these conditions. 

5 Within the scope of a third, particularly preferred variant, 

NF3 is used under adjustment of the gas flows instead of SFg. In 
addition, although preferred to a lesser extent, a mixture of 
SFg with NF3 is also usable. The gas NF3 has the advantage that 
it cannot form any residues, such as sulfur, during the 
10 reaction of Clj to CIF3 for example. Moreover, nitrogen 

trifluoride is frequently used in semiconductor processes as a 
purgation gas, i.e., it is inexpensive, stable, available in 
highly pure form, not corrosive, and is considered to be less 
toxic . 

15 

NF3 acts totally different at low plasma densities than at high 
plasma densities. Fragments of the form NF^, which may also 
have a radical nature (NF^*) , dominate the plasma chemistry of 
NF3 at low plasma densities. The fragments features are low 

20 selectivity vis-a-vis dielectrics, a comparatively low 

efficiency of the silicon removal due to relatively small 
amounts of available free fluoride radicals because of a 
distinct tendency to recombination reactions to the starting 
product or to interim products having a higher fluoride 

25 content, and an extremely aggressive behavior toward organic 
materials. The sum of these properties renders NF3 to be an 
excellent purgation gas for plasma deposition systems and a 
scavenger gas in etching applications in which the excitation 
densities are generally comparatively low. The reaction in the 

30 plasma at low plasma densities thus takes place as follows: 

NF3 < — > NFj*^ + (3-x) F* where x = 1, 2, 3 

In contrast, fluoride radicals and N2 dominate as final 
35 products in high excitation densities or plasma densities. In 
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this case, NF3 is completely broken up in the plasma which 
results in a highly efficient formation of fluoride radicals 
und nitrogen molecules, the latter being able to be neglected 
in the following discussions due to their high chemical 
5 stability. A subsequent capture reaction of fluoride radicals 
including a back reaction in the direction of the starting 
product is prevented in particular due to the formation of the 
stable N2 molecule, i.e., similar to the case of SFg, the 
tendency toward recombination reactions is only minimally 
10 defined by the stable final product of NF2 . Also in the case of 
the reactions of the generated CIF3 with silicon, the presence 
of nitrogen may be neglected. The reaction in the plasma at 
high plasma densities thus takes place as follows: 


15 


2 NF3 -> N2 + 6 F* 
CI2 + 6 F* -> 2 CIF3 
2NF3 + CI2 2CIF3 + N2 


For an ideal stochiometric conversion, the ideal ratio of the 
20 gas flows from NF3 to CI2 is 2:1. 

For use in plasma reactor 100 with high excitation density, 
i.e., in which a high-density plasma 105 is present, NF3 is 
thus a particularly advantageous gas which, together with CI2 
25 as an additional gas, results in highly efficient CIF3 

generation. It provides large amounts of fluoride radicals 
under these conditions and does not result in the formation of 
undesirable contaminations or residues. 


30 Furthermore, gaseous hydrogen chlorine (HCl) is also suitable 

as a reaction partner of the NF3, or also of the SFg or F2 as an 
alternative to CI2 - This gas has the advantage over CI2 that it 
is less dangerous, i.e., it is noticeable immediately by its 
sour smell and is less toxic. Moreover, HCl is markedly less 

35 corrosive than chlorine, but here also, a concurrence with 
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moisture must always be carefully avoided. The use of HCl 
together with NF3 results in the formation of CIF3, gaseous 
hydrogen fluoride (HF) being formed in a side reaction, 
according to the following reaction equation: 

5 

4 NF3 + 3 HCl -> 3 CIF3 + 3 HF + 2 N2 

For a stochiometric conversion, the ideal ratio of the gas 
flows from NF3:HC1 is 4:3. In addition to the unremarkable 

10 nitrogen, HF as a final product is also added to the generated 
chlorine trifluoride. This escort gas may be tolerated as a 
rule, since anhydride (dry) HF does not generally interfere in 
the etching reaction of the CIF3 with silicon and does not 
attack oxides or corrode metal surfaces without the presence 

15 of moisture. In the event that HF is undesirable as a gas 
component, it may be selectively removed from the gas 
generated in the plasma reactor with the aid of a suitable 
filter, via absorption on alkali fluorides or metal fluorides 
(NaF + HF NaHFa) , for example. 

20 

The execution of the last presented method is explained in 
greater detail in connection with Figure 1. Via an assigned 
first mass flow regulator 22 or an assigned second mass flow 
regulator 26, the gas NF3 is extracted from a first gas 

25 reservoir 21, a gas bottle, for example, and the gas CI2 or HCl 
is extracted from a second gas reservoir 25, a gas bottle, for 
example, and supplied to plasma reactor 100, HF being 
generated due to the high-density plasma excitation of the two 
supplied precursor gases and due to the conversion of the 

30 plasma fragments into CIF3 and Nj, also in the case of HCl, the 
HF being supplied via gas outlet 20, which may also be 
referred to or may also be used as a connecting tube, to 
actual process chamber 10 for etching semiconductor substrate 


801172V1 


MARKED -UP VERSION OF 
10 SUBSTITUTE SPECIFICATION 


Gas outlet 20 is preferably designed as a metallic tube which 
separates high-density plasma 105, i.e., plasma reactor 100, 
from process chamber 10. On the way from plasma reactor 105 | 
100 to process chamber 10, at least a portion of the charged 
5 particles in high-density plasma 105 is discharged in gas 

outlet 20, thereby electrically decoupling process chamber 10 
from plasma reactor 100. Furthermore, metallic netting, used 
for the further or complete electrical decoupling of process 
chamber 10 from plasma reactor 100, may alternatively or 
10 additionally be inserted into gas outlet 20. 

In this connection. Figure 1 shows an inductively coupled, 
high-frequency-excited plasma reactor 100, a coil 110, with 
which a high-frequency power or a high-frequency 

15 electromagnetic alternating field is injected into the 

interior of reactor 100, being wound around a tube made of 
silica glass or preferably of an aluminum oxide ceramic, its 
inner wall preferably being polished for avoiding the 
generation of particles. Over a large working range of the 

20 pressure and the gas flows, the alternating field drives a 

high-density inductive plasma 105 in reactor 100. The coupling 
of the high frequency, generated by a high frequency generator 
130, to coil 110 takes place via a usual adaptor network 120 
known as a "matchbox," which ensures the impedance adaptation 

25 of the output of the high frequency generator to inductive 
plasma 105. Depending on the gas flow, preferred high 
frequency powers are between 200 watts and 3 kw, a frequency 
of 13.56 MHz being used, for example. The gas flows of the 
precursor gases NF3 and CI2 or HCL HCl into plasma reactor 100 | 

3 0 are preferably between 100 seem and 1 slm NF3 and, 

corresponding to the ideal stochiometric mixing ratio of 2:1 
vis-a-vis CI2 and 4:3 vis-a-vis HCl, between 50 seem and 500 
seem CI2, and 75 seem and 750 seem HCl. The working pressures 
in plasma reactor 100 correspond to the pressures preferably 

35 used in process chamber 10, i.e., they are between 1 mbar and 
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100 TTibar, preferably between 10 mbar and 30 mbar. At this 
pressure, high-density inductive plasmas are able to still be 
operated in a stable manner in tubes having diameters of 
several cm up to approximately 10 cm and correspondingly high 
5 excitation density. Ignition of high-density plasma 105 may be 
facilitated by using an auxiliary electrode 190, in particular 
in the form of a metal point, which is integrated into process 
chamber 100, high voltage pulses, e.g., from an inductor or an 
ignition coil, being applied to auxiliary electrode 190. 

10 

Figure 2 shows a second possibility for generating 
high-density plasma 105. A tubular plasma reactor 100 made of 
silica glass or preferably an aluminum oxide ceramic is used 
for this purpose; attention must be paid to good surface 

15 quality, i.e., polished interior walls of plasma reactor 100 
in particular in the case of an aluminum oxide tube. This 
results in particularly favorable microwave properties of 
plasma reactor 100 since the microwave conduction responds 
very sensitively to the surface quality over the entire length 

20 of tubular reactor 100 in a boundary layer between the 

dielectric wall and the generated plasma C'surfatron effect"). 
In addition, a particularly high quality aluminum oxide 
ceramic having an AI2O3 portion of more than 99.5%, preferably 
more than 99.9%, is preferably used to avoid undesirable 

25 microwave absorptions and to boost the "surfatron effect." 

According to Figure 2, tubular plasma reactor 100 traverses in 
a cross configuration a microwave hollow conductor 150 which 
is fed microwave power from a magnetron 170 via a circulator 

3 0 160 for mode field adaptation and separation of forward power 
and reverse power. In addition, hollow conductor 150 has an 
adjustable hollow conductor terminating element 180, known as 
a terminator, as well as tuning elements 155, known as studs, 
for adapting to high-density plasma 105 generated in plasma 

35 reactor 100 and for optimum adjustment of the surfatron 
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effect. Due to the microwave field expansion, high-density 
plasma 105 is formed at least almost on the entire length of 
tubular plasma reactor 100. Hollow conductor 150 has a 
through-bore at a suitable place, so that plasma reactor 100 
5 may be inserted. Moreover, suitable microwave shields (not 
shown) against the surroundings are to be provided to make 
safe operation possible. In a longitudinal configuration, 
plasma reactor 100 is situated inside hollow conductor 150, 
i.e., between tuning elements 155 and hollow conductor 
10 terminating element 180. 

Due to the adjustment of tuning elements 155 and corresponding 
positioning of hollow conductor terminating element 180, it is 
achieved that plasma reactor 10 0 is situated in a favorable 

15 field area, thus ensuring efficient plasma excitation , 

Microwave powers of 2 00 W to 6 kW at a frequency of preferably 
2.45 GHz are preferably used since cost-effective high-powered 
magnetrons 170 are available at this frequency. Here also, as 
explained above, ignition of high-density plasma 105 may be 

20 facilitated by using -an auxiliary electrode 190 which is 

integrated into process chamber ±^ iO as explained above - 

In the exemplary embodiment according to Figure 1 as well as 
according to Figure 2, process chamber 10 has a' substrate 

25 electrode 40 onto which a silicon wafer as semiconductor 

substrate 30 may be clamped. This clamping preferably takes 
place via a clamping device 41, an electrostatic chuck, for 
example, which also protects the supported side of 
semiconductor substrate 30 from the gases in process chamber 

30 10. In addition. He is preferably applied to the supported 

side of semiconductor substrate 30 to achieve a good thermal 
connection to substrate electrode 40. and additional 
insulation against the gases of process chamber 10. 
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Substrate electrode 40 additionally has electric feeds and 
lead-aways 42 for clamping device 41 and possibly an electric 
I heater which may be provided in substrate electrode ^ 4_0 for 
temperature control or temperature adjustment. Measuring data, 
5 e.g., the electrode temperature or the helium back pressure, 
may preferably be transmitted to the outside via electric 
feeds or lead-aways 42. 

Furthermore, substrate electrode 4 0 has a gas inflow and a gas 
10 outflow 43, via which preferably He as a convection medium for 
cooling semiconductor substrate 30 is able to be supplied or 
removed using an adjustable pressure. 

An additional inflow and outflow 44 allows the circulation of 
15 a coolant through substrate electrode 40 to adjust its 

temperature and, in particular, to dissipate reaction heat 
from an exothermal etching reaction occurring on semiconductor 
substrate 30. For ideal etching conditions and masking 
selectivity, the substrate temperature is preferably -30 °C to 
20 3 0 °C. Fluor inert s® or ethylene glycol water-mixtures may be 
used as coolants. 

Furthermore, process chamber 10 has two pump stations 
including a first pump 60, a turbo molecular pump in 

25 particular, and a second pump 80, a rotary vane pump in 

particular, which may be coupled in the sense that rotary vane 
pump 80 may also temporarily be used as a roughing pump for 
turbo molecular pump 60. Rotary vane pump 80, which is 
preferably designed as a dry running pump, is used for 

30 ''roughing" entire system 5 after venting and as a process pump 
to evacuate the process gases during execution of an etching 
process. A control valve 70 is used for pressure regulation. 
The pressure measurement takes place via a manometer 90 which 
may be designed as a Baratron or a combination of Baratron and 

35 lonivac. Manometer 90 and control valve 70 are used to solidly 
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set the desired process pressure of preferably 5 mbar to 100 
mbar, in particular 10 mbar to 30 mbar, during processing of 
semiconductor substrate 30. 

5 Turbo pump 60, in connection with a stop valve 50, is used to 
achieve an end vacuum as good as possible before and after 
processing, e.g., better than 10'^ Pa. This is important since, 
as mentioned, residual moisture in process chamber 10 or on 
semiconductor substrate 3 0 interrupts the executed etching 
10 process and, on the other hand, residues of the process gases 
should be eliminated prior to unloading semiconductor 
substrate 30. During the process, turbo pump 60 is cut off 
from process chamber 10 via stop valve 50 since it is unusable 
at process pressures in the mbar range. 

15 

Processing of a silicon wafer as semiconductor substrate 3 0 in 
process chamber 10, including the explained components which 
form etching system 6, is explained in greater detail in the 
following, the explained device 5 for generating C1F3 being 
2 0 situated upstream from etching system 6. 

The silicon wafer is initially planted into etching system 6 
and clamped onto substrate electrode 40. Turbo pump 60 then 
pumps chamber 10 and the connected mimic of the gas supply 

25 with plasma reactor 100 until the intended base vacuum is 

achieved. Valve 50 is then closed and turbo pump 60 is shut 
off. Using mass flow regulator 22, 26, the desired quantities 
of process gases are now supplied, e.g., 100 seem to 1 slm of 
NF3 and 50 seem to 500 seem of CI2, or 75 seem to 750 seem of 

30 HCl - Moreover, after stabilization of the gas flows, the 

plasma reaction in plasma reactor 100 is started by switching 
on high-frequency generator 13 0 to the inductive plasma source 
or coil 110, or by switching on magnetron 170 to hollow 
conductor 150. The pressure in process chamber 10 and thus 

35 also in upstream plasma reactor 100 is measured using 
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manometer 90 and stabilized at the intended value using the 
combination of rotary vane pump 80 and control valve 70. The 
silicon wafer is then etched by supplying the CIF3 which is 
generated in plasma reactor 100 from the precursor gases. The 
high-frequency or microwave supply to plasma reactor 100 is 
subsequently shut off, the process gas supply is stopped, and 
process chamber 10 and the mimic of the gas supply with plasma 
reactor 100 is pumped dry. Finally, with valve 50 open, turbo 
pump 60 takes over pumping to an end pressure as low as 
possible, better than 10"^ Pa for example. Control valve 70 
upstream from rotary vane pump 80 is closed, i.e., rotary vane 
pump 8 0 may be used as a fore -pump for turbo pump 60 during 
this time. The silicon wafer is unloaded into a connected lock 
device when the base pressure is reached. 
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Ab stract ABSTRACT OF THE DISCLOSURE 
A device (6) and a method for generating chlorine trifluoride 
is described, a high-density plasma (105) being generated in 
the interior of a plasma reactor (100) using plasma generating 
5 means (110, 120, 130, 150, 155, 160, 170, 180), and a first 
gas and a second gas, which react with one another under the 
influence of the high-density plasma (105) in the plasma 
reactor (100) under the formation of chlorine trifluoride, 
being supplied to the plasma reactor (100) via gas supply 

10 means (21, 22, 25, 26). In addition, a gas outlet (20) is 

provided, via which the generated chlorine trifluoride can be 
removed from the plasma reactor (100) . Finally, a system (5) 
for etching semiconductor substrates (30) , silicon wafers in 
particular, is described including such an upstream device 

15 (6) , the system (5) having a process chamber (10) which is 

connected to the plasma reactor (100) via the gas outlet (20) , 
and the semiconductor substrate (30) being situated in the 
process chamber (10) and exposed to the gaseous chlorine 
trifluoride generated by the device (5) (6) , 

20 

Figuar e 1 
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